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a sufficient thickness " of active material in a state capable of
reacting readily to the chemical changes required. The same
result, is now obtained by forming the plates in an electrolyte
containing not only sulphuric acid but some nitrogen salt (sodium
nitrite preferably). When formed, the plates are transferred from
this forming electrolyte.

Full-size section of Plante Positive Plato,

Kg. 112.    Plants Positive Plate (I). P. Battery Company).

Paste Process.

Plates made by the paste process start with a grid of lead
the interstices of which are filled with a paste made of minium
(red lead) mixed with sulphuric acid for positive plates and litharge
(PbO) and sulphuric acid for negative plates. Much ingenuity
has been exercised in producing grids from which the pellets of
paste are not liable to drop out when the cell is in use. Some